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PATENT APPLICATION 
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re application of 
Hiroyuki TANAKA, et al. 

Appln.No.: Unassigned Group Art Unit: Unassigned 

Confirmation No.: Unassigned Examiner: Unassigned 

Filed: My 6, 2001 

For: CROS SLINKABLE ELASTOMER COMPOSITION AND MOLDED ARTICLE 
PRODUCED FROM SAME 

PRELIMINARY AMENDMENT 

Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Prior to examination and following entry of the Article 34 Amendment, please amend the 
above-identified application as follows: 

IN THE CLAIMS : 

Please enter the following amended claims: 

1 . (Amended) A crosslinkable elastomer composition which comprises a 
crosslinkable elastomer component and a metal oxide filler containing a silicon oxide filler in an 
amount of not less than 60% by weight; said silicon oxide filler has a content of impurity metals 
other than silicon of not more than 100 ppm which is measured under the following conditions: 

(i) the silicon oxide filler is dispersed and dissolved in 50% hydrofluoric acid and is 

diluted with ultrapure water; and 



PRELIMINARY AMENDMENT 

U.S. Appln. No. - National Stage Entry of PCT/JPOO/00055 

(ii) contents of metals of the solution are determined through atomic absorption analysis 
by using an atomic absorption photometer. 

3. (Amended) The crosslinkable elastomer composition of Claim 1, wherein said 
silicon oxide filler has quartz crystal structure. 

4. (Amended) The crosslinkable elastomer composition of Claim 1, wherein said 
silicon oxide filler is blended in an amount of from 1 to 150 parts by weight on the basis of 100 
parts by weight of the elastomer component. 

5. (Amended) The crosslinkable elastomer composition of Claim 1, which contains 
a crosslinking agent and said silicon oxide filler in amounts of 0.05 to 10 parts by weight and 1 
to 150 parts by weight, respectively on the basis of 100 parts by weight of the elastomer 
component. 

6. (Amended) The crosslinkable elastomer composition of Claim 1, wherein the 
elastomer component is a fluorine-containing elastomer. 

9. (Amended) The crosslinkable elastomer composition of Claim 6, wherein the 
crosslinking agent is an organic peroxide. 

1 0. (Amended) The crosslinkable elastomer composition of Claim 6, wherein the 
crosslinking agent is a compound having at least two functional groups represented by the 
formula (I): 



2 
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wherein R 1 is any one of OH, NH 2 or SH. 

1 1 . (Amended) A molded article obtained by crosslinking the elastomer composition 
of Claim 1. 

1 5. (Amended) The molded article of Claim 1 1 , wherein the article is used for a 
semiconductor manufacturing equipment. 
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REMARKS 

Entry and consideration of this Amendment is respectfully requested. 

Respectfully submitted, 
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APPENDIX 

VERSION WITH MARKINGS TO SHOW CHANGES MADE 

IN THE CLAIMS ; 

The claims are amended as follows: 

1 . (Amended) A crosslinkable elastomer composition which comprises a 
crosslinkable elastomer component and a metal oxide filler containing a silicon oxide filler in an 
amount of not less than 60% by weight; said silicon oxide filler has a content of impurity metals 
other than silicon of not more than 100 ppm which is measured under the following conditions: 

Tke -(i) the silicon oxide filler is dispersed and dissolved in 50% hydrofluoric acid and is 

diluted with ultrapure wate ^; and 

Contents (ii) contents of metals of the solution are determined through atomic absorption 
analysis by using an atomic absorption photometer. 

3. (Amended) The crosslinkable elastomer composition o f Claim 1 or - -2 Claim 1, 
wherein said silicon oxide filler has quartz crystal structure. 

4. (Amended) The crosslinkable elastomer composition of any of Claim s 1 to 3 
Claim 1 . wherein said silicon oxide filler is blended in an amount of from 1 to 150 parts by 
weight on the basis of 100 parts by weight of the elastomer component. 

5. (Amended) The crosslinkable elastomer composition of any of Claims 1 to 4 
Claim 1 , which contains a crosslinking agent and said silicon oxide filler in amounts of 0.05 to 
10 parts by weight and 1 to 150 parts by weight, respectively on the basis of 100 parts by weight 
of the elastomer component. 
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6. (Amended) The crosslinkable elastomer composition of any of Claims 1 to 5 
Claim 1 , wherein the elastomer component is a fluorine-containing elastomer. 

9. (Amended) The crosslinkable elastomer composition of Claim 6 or 7 Claim 6 , 
wherein the crosslinking agent is an organic peroxide. 

10. (Amended) The crosslinkable elastomer composition o f Claim 6 or 8 Claim 6 , 
wherein the crosslinking agent is a compound having at least two functional groups represented 
by the formula (I): 




wherein R 1 is any one of OH, NH 2 or SH. 

1 1 . (Amended) A molded article obtained by crosslinking the elastomer composition 
of any of Claims 1 to 10 Claim 1 . 

15. (Amended) The molded article o f any of Claims 1 1 to 1 4 Claim 11 , wherein the 
article is used for a semiconductor manufacturing equipment. 
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DESCRIPTION 

CROSS LI NKAB LE ^^^^M.EE_mM£D^.ITJON_ , 
AND MOLDED^AjgTTCLE PRODUCED FROM SAME 

5 

TECHNICAL FIELD 
The present invention relates to a clean crosslinkable 
elastomer composition which can give a molded article to be used for a 
semiconductor manufacturing equipment, for example, a sealing 
10 member to be used for sealing of the semiconductor manufacturing 
equipment, and relates to a molded article which is obtained from the 
composition, is excellent in plasma resistance, has an excellent property 
of inhibiting elution of metals and has a reduced content of impurity 
metals. 

15 

BACKGROUND ART 
In manufacturing semiconductor elements, very high 
cleanliness is required, and the requirements for high cleanliness range 
over not only management of a production process of semiconductors 

20 but also a semiconductor manufacturing equipment itself and parts of 
such equipment. Even if the parts of semiconductor manufacturing 
equipment are cleaned after built in the equipment, a degree of possible 
cleanliness is limited. Such parts are required to have been cleaned 
highly before built in the equipment. Contamination which becomes a 

25 problem particularly in the production of semiconductors is caused by 
fine particles, organic compounds and elution of metals which have an 
adverse effect on accurate etching treatment. 
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Also high cleanliness is required similarly in a molded article 
such as a sealing member for semiconductor manufacturing equipment 
which the present invention can be particularly suitably applied to. 
The present applicants have attained high cleanliness of the sealing 
5 member itself by employing a special method of cleaning the sealing 
member after molding (W099/49997). 

Such a sealing member is produced by crosslinking a 
crosslinkable elastomer composition such as a rubber, and in order to 
provide the sealing member with mechanical properties, there is a case 
10 where a metal oxide filler such as a titanium oxide or silicon oxide is 
added to the composition. 

Also in production of semiconductors, there is a case where a 
dry process such as oxygen plasma ashing is carried out. In that dry 
process, there is a case where particles (impurity fine particles) are 
15 generated from a molded article produced from an elastomer. Those 
contaminating sources must be eliminated. 

Further in production of semiconductors, besides the dry 
process, there is a wet process employing ultrapure water, hydrochloric 
acid, and the like. In that wet process, it is necessary to lower elution of 
20 impurity metals approximately to zero. 

An object of the present invention is to provide a crosslinkable 
elastomer composition containing a metal oxide filler which has a 
reduced content of impurity metals, is excellent in plasma resistance 
and has an excellent property of metal-elution inhibition. 
25 Further the present invention relates to a molded article 

which can be obtained by crosslinking the above-mentioned composition 
and is excellent in plasma resistance. 



-f 3 - 

Still further the present invention relates to a molded article 
which can be obtained by crosslinking the above-mentioned composition 
and has an excellent property of metal-elution inhibition, particularly 
relates to a sealing member for sealing of a semiconductor 
5 manufacturing equipment. 

DISCLOSURE OF INVENTION 
Namely the present invention relates to the crosslinkable 
elastomer composition which comprises an elastomer component and a 

10 metal oxide filler containing a silicon oxide filler in an amount of not less 
than 60 % by weight, in which the silicon oxide filler contains impurity 
metals other than silicon in an amount of not more than 100 ppm. 

According to the present invention, the crosslinkable 
elastomer composition obtained by adding a specific silicon oxide filler to 

15 a fluorine-containing elastomer component or silicone elastomer 
component can give a molded article having excellent mechanical 
properties. Further the molded article for semiconductor 

manufacturing equipment which is excellent in plasma resistance and 
has a very high cleanliness and an excellent property of metal-elution 

20 inhibition can be obtained by a special cleaning process disclosed in the 
above-mentioned W099/49997, namely a process for cleaning with 
ultrapure water, a process for cleaning with a clean organic liquid at a 
cleaning temperature or with a clean inorganic aqueous solution, a dry 
etching cleaning process or an extractive cleaning process. 

25 



BEST MODE FOR CARRYING OUT THE INVENTION 
It is preferable that the metal oxide filler used in the present 



invention has a higher content of silicon oxide filler, preferably not less 
than 60 % by weight, further not less than 75 % by weight. It is 
particularly preferable that the silicon oxide filler is used solely. 

Examples of a suitable silicon oxide filler, particularly a 
5 silicon oxide filler which gives an excellent plasma resistance to a 
molded article are, for instance, high purity synthetic quartz, high purity 
synthetic silica, and the like. 

Particularly a high purity synthetic quartz having quartz 
crystal structure is excellent in chemical resistance (for example, acid 

10 resistance). When applying a molded article produced from a fluorine- 
containing elastomer to the wet process by using pure water, a fluorine 
ion is dissociated unavoidably from the fluorine-containing elastomer. 
Such a dissociated fluorine ion is incorporated into the high purity 
synthetic quartz before released into a processing equipment. Thus the 

15 high purity synthetic quartz functions like an acid acceptor, and 
formation of a hydrofluoric acid can be inhibited. Examples of such a 
high purity synthetic quartz are, for instance, 1-FX available from 
Kabushiki Kaisha Tatsumori (high purity synthetic quartz spheroidal 
silica), and the like. Examples of the high purity synthetic silica are, for 

20 instance, SO-E1, SO-E2, SO-E3 and SO-E4 available from Kabushiki 
Kaisha Tatsumori, and the like. 

A preferred silicon oxide filler is one which contains impurity 
metals other than silicon in an amount of not more than 100 ppm, 
preferably not more than 70 ppm, further preferably not more than 50 

25 ppm, particularly preferably not more than 10 ppm. 

An average particle size of the metal oxide of the present 
invention is from about 0.05 \xm to about 10.0 \im, preferably from 0.1 to 



5.0 \im. 

It is preferable that the metal oxide filler other than the silicon 
oxide filler is a metal oxide containing impurity metals other than the 
metal of metal oxide in an amount of not more than 100 ppm, preferably 
not more than 50 ppm, and preferably having a pH value adjusted to 5.0 
to 1 1 .0. It is preferable that the metal of the metal oxide is at least one 
of titanium, cobalt, iron, aluminum, chromium, zinc, tungsten and 
molybdenum. 

The metal oxide filler other than the silicon oxide filler which 
has a reduced content of impurity metals can be obtained by treating a 
starting metal oxide filler through extraction with an acid to reduce 
impurity metal contents in the metal oxide filler, and then treating the 
filler with alkali to neutralize the remaining acid. 

As the other metal oxides which are optional components in 
the present invention, there are an oxide of one kind of metal, a 
composite metal oxide containing two or more kinds of metals and a 
metal hydroxide which is changeable to a metal oxide. It is preferable 
that a contained metal is at least one of titanium, cobalt, iron, aluminum, 
chromium, zinc, tungsten and molybdenum. Impurity metals to be 
eliminated by extraction mean those other than the metal constituting 
the metal oxide. It is preferable that particularly alkali metals such as 
sodium, potassium and lithium, copper and nickel are not contained in 
the filler from the viewpoint of not lowering yield of semiconductor 
elements. 

Examples of the metal oxides are,, for instance, metal oxides 
comprising a single metal such as Ti0 2 , Co 3 0 4 , A1 2 0 3 , W0 3 , Cr 2 0 3 , ZnO, 
MoO s and Fe 2 O s ; composite metal oxides thereof; and the like. Among 
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them, Ti0 2 , A1 2 0 3> Cr 2 0 3 and ZnO are preferred from the viewpoint of 
excellent effect of reinforcement, and particularly preferred is Ti0 2 . 

The other metal oxide filler as an optional component in the 
present invention is a metal oxide which contains impurity metals other 
5 than the metal of metal oxide in an amount of not more than 100 ppm, 
preferably not more than 70 ppm, further preferably not more than 50 
ppm, particularly preferably not more than 30 ppm. A reduction of 
impurity metal contents may be carried out by treating a starting metal 
oxide with an acid such as sulfuric acid, nitric acid, hydrofluoric acid or 

10 hydrochloric acid to extract impurity metals. 

In the present invention, in case where the metal oxide filler is 
acid, in order not to cause a crosslinking failure even if the filler is added 
to a crosslinkable elastomer composition, the filler is subjected to 
treating for neutralizing an acid which exists in the treated metal oxide 

15 and causes a failure of crosslinking with a peroxide crosslinking agent. 
The neutralizing treatment may be carried out with an alkali. It is 
preferred to avoid the use of alkali containing metals from the viewpoint 
of elimination of contamination sources. Examples of the preferred 
alkali are, for instance, an aqueous ammonia, basic amines such as 

20 triethanolamine, triethylamine and diethylamine, an ammonia gas, and 
the like. Particularly from the viewpoint of easy handling, separation 
and removal, an aqueous ammonia having a concentration of 1 to 28 % 
by weight is preferred. By the neutralizing treatment, a pH value which 
is from 2.0 to 4.0 after the acid treatment is increased to 5.0 to 1 1.0. A 

25 preferred pH value is from 5.0 to 9.0. 

The neutralizing treatment may be carried out by dipping a 
filler in an alkaline solution because it is easy, or may be carried out by 



spraying an alkaline solution. 

Further it is preferable that after the neutralizing treatment, 
the filler is washed with a clean chemical solution such as ultrapure 
water to remove a produced salt and remaining fine particles. 
5 The neutralized washed metal oxide filler is then separated 

and dried. It is preferable that the drying is carried out under clean 
atmosphere such as a clean gas. As the clean gas, for example, high 
purity inert gases such as nitrogen gas, helium gas and argon gas are 
preferably used. It is preferable that the filler is pre-dried at 50° to 
10 150°C for 5 to 24 hours and then heated at 200° to 300°C for 1 to 24 
hours. 

The neutralizing treatment may be carried out by simply 
cleaning with a clean chemical solution such as ultrapure water or 
exposing to an ammonia gas besides the above-mentioned methods. 

15 Examples of the preferred clean chemical solution to be used are 
ultrapure water which has a metal content of not more than 1.0 ppm and 
contains less than 300 fine particles of not less than 0.2 \im per 1 ml, 
and an organic liquid at a cleaning temperature or an inorganic aqueous 
solution which has a metal content of not more than 1.0 ppm and 

20 contains less than 200 fine particles of not less than 0.5 [xm per 1 ml. 

The clean metal oxide filler of the present invention is added 
to a crosslinkable elastomer to give a crosslinkable elastomer 
composition. An adding amount of the filler is from 1 to 150 parts by 
weight (hereinafter referred to as "part"), preferably from 1 to 80 parts on 

25 the basis of 100 parts of the elastomer component. If the filler is added 
more, an amount of the filler to be falling away increases, which causes 
generation of particles. 
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The elastomer component is not limited particularly. When 

used as a starting material for a sealing member for semiconductor 

manufacturing equipment, a fluorine-containing elastomer or silicone 

elastomer is preferred. 
5 Examples of fluorine-containing elastomer to be used 

preferably are elastomers capable of being crosslinked with a peroxide, 

imidazole, oxazole or thiazole crosslinking agent. 

Examples of the fluorine-containing elastomer capable of 

being crosslinked with a peroxide crosslinking agent are as follows. 
10 Perfluoro elastomer comprising 40 to 90 % by mole of tetrafluoroethylene, 

10 to 60 % by mole of perfluoro (vinyl ether) represented by the formula 

(1): 



CF 2 = CF - OR f 

15 

wherein R f is a perfluoroalkyl group having 1 to 5 carbon atoms or a 
perfluoroalkyl(poly)ether group having 3 to 12 carbon atoms and 1 to 3 
oxygen atoms, and 0 to 5 % by mole of a monomer giving a cure site. 
Vinylidene fluoride elastomer comprising 30 to 90 % by mole of 
20 vinylidene fluoride, 15 to 40 % by mole of hexafluoropropylene and 0 to 
30 % by mole of tetrafluoroethylene. 

Thermoplastic perfluoro elastomer which is a fluorine-containing 
multi-segment polymer comprising an elastomeric fluorine-containing 
polymer chain segment and a non-elastomeric fluorine- containing 
25 polymer chain segment, in which the elastomeric fluorine-containing 
polymer chain segment comprises 40 to 90 % by mole of 
tetrafluoroethylene, 10 to 60 %. by mole of perfluoro (vinyl ether) 



represented by the formula (1): 



CF 2 = CF - OR f 

5 wherein R f is a perfluoroalkyl group having 1 to 5 carbon atoms or a 
perfluoroalkyl(poly) ether group having 3 to 12 carbon atoms and 1 to 3 
oxygen atoms, and 0 to 5 % by mole of a monomer giving a cure site, and 
the non-elastomeric fluorine-containing polymer chain segment 
comprises 85 to 100 % by mole of tetrafluoroethylene and 0 to 15 % by 
10 mole of a compound represented by the formula (2): 

CF 2 = CF - R/ 

wherein R f x is CF 3 or OR f 2 , in which R f 2 is a perfluoroalkyl group having 

15 1 to 5 carbon atoms. 

Fluorine-containing multi-segment polymer comprising an elastomeric 
fluorine-containing polymer chain segment and a non-elastomeric 
fluorine-containing polymer chain segment, in which the elastomeric 
fluorine-containing polymer chain segment contains recurring units 

20 derived from 45 to 85 % by mole of vinylidene fluoride and from at least 
one other monomer copolymerizable with vinylidene fluoride. Examples 
of the other monomer are hexafluoro propylene, tetrafluoroethylene, 
chlorotrifluoroethylene, trifluoroethylene, trifluoropropylene, 

tetrafluoropropylene, pentafluoropropylene, trifluorobutene, 

25 tetrafluoroisobutene, perfluoro(alkyl vinyl ether), vinyl fluoride, ethylene, 
propylene, alkylvinylether, and the like. 

Cold resistant fluorine-containing elastomer prepared by radical 
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polymerization in the presence of a di-iodine compound and comprising 
0.005 to 1.5 % by mole of iodine-containing fluorinated vinyl ether unit, 
40 to 90 % by mole of vinylidene fluoride unit and 3 to 35 % by mole of 
perfluoro (methyl vinyl ether) unit (as case demands, 
5 hexafluoropropylene unit up to 25 % by mole and/ or tetrafluoroethylene 
unit up to 40 % by mole may be contained) (JP-A-8- 15753). 
Copolymer of tetrafluoroethylene and propylene (USP-3, 467,635), 
and the like. 

As the peroxide to be used as a crosslinking agent in such 
10 peroxide crosslinking, those which have been used so far can be used. 
It is a matter of course that the peroxide which does not contain metal 
elements is preferred. Examples of the peroxide are 2,2-dimethyl-2,5- 
di(t-butylperoxy)hexane, and the like. 

Fluorine-containing elastomers which are capable of being 
15 crosslinked with an imidazole, oxazole or thiazole crosslinking agent can 
provide a molded article with very high heat resistance. Examples 
thereof are fluorine -containing elastomers containing a 
tetrafluoroethylene unit and the perfluoro (vinyl ether) unit represented 
by the above-mentioned formula (1) and having nitrile, carboxyl and/ or 
20 alkoxycarbonyl as a crosslinkable group. 

Examples of perfluoro (vinyl ether) are perfluoro(methyl vinyl 
ether) (PMVE), perfluoro(ethyl vinyl ether) (PEVE), perfluoro(propyl vinyl 
ether) (PPVE), and the like. Among them, PMVE is preferred. 

A proportion of the tetrafluoroethylene unit to the 
25 perfluoro(vinyl ether) unit is 40 to 90/60 to 10 in % by mole. 

Examples of the crosslinkable group which gives reactivity for 
crosslinking to the fluorine-containing elastomer capable of being 
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crosslinked with an imidazole, oxazole or thiazole crosslinking agent are 
nitrile, carboxyl and/ or alkoxycarbonyl. Examples of alkoxycarbonyl 
are methoxycarbonyl, ethoxycarbonyl, propoxycarbonyl, and the like. 
A content of the crosslinkable group is not more than 5 % by mole, 
5 preferably not more than 2 % by mole. 



group are a method of copolymerizing a monomer having a crosslinkable 
group or a group convertible to a crosslinkable group (copolymerizing 
method), a method of converting a polymerization initiating moiety of 
10 polymerization end to carboxyl (end group converting method), and the 
like. 



method are a nitrile-containing monomer, carboxyl-containing monomer, 
alkoxycarbonyl-containing monomer, and the like represented by: 



Examples of the method to introduce such crosslinkable 



Examples of the monomer to be used for the copolymerizing 



15 



CF 2 = CF(OCF 2 CF^— O— {CF 2 -fc— X 3 




wherein m is 0 to 5 and n is 1 to 8, 



20 




wherein n is 1 to 4, 



25 



CF 2 = CFO(CF 2 -}^— OCF(CF 3 )X 3 



wherein n is 2 to 5, 



CF 2 = CFO— (CF 2 ^-nf V-X 3 




5 wherein n is 1 to 6, 



CF 2 = CF[OCF 2 CF(CF 3 )] n OCF 2 CF(CF 3 )X 3 



wherein n is 1 or 2, and 



10 



CF 2 = CFCF 2 0— {CFCF 2 0)^— CF— X 3 



CF 3 



CF 3 



wherein X 3 is CN, COOH or COOR 5 , in which R 5 is alkyl which may 
15 contain fluorine atom having 1 to 10 carbon atoms. 



alkoxycarbonyl, it is preferable to copolymerize a monomer having nitrile 
or carboxyl from the viewpoint of crosslinking reactivity. 



20 crosslinking, oxazole crosslinking or thiazole crosslinking, it is 
preferable to use a compound having at least two amino groups. 
Particularly from the viewpoint of enhancing heat resistance, preferred 
is a compound having at least two functional groups represented by the 
formula (I): 



In case where at least one of end groups is carboxyl or 



As a crosslinking agent to be used for the imidazole 



25 




/ -,13- 

wherein R 1 is any one of OH, NH 2 or SH. 

Examples of the compound represented by the formula (I) are 
compounds represented by the formula (II): 




wherein R 1 is as defined above, R 2 is -S0 2 -, -O-, -CO-, alkylene having 
10 1 to 6 carbon atoms, perfluoroalkylene having 1 to 10 carbon atoms, a 
single bond or a group represented by the formula (III). 



CF 3 

Positions of NH 2 and R 1 to phenyl group may be the same or different at 
both sides of the right and left functional groups (I). 
20 Non-restricted examples of preferred alkylene of R 2 which 

may be substituted are, for instance, no n- substituted alkylene having 1 
to 6 carbon atoms, perfluoroalkylene having 1 to 10 carbon atoms, and 
the like. Examples of perfluoroalkylene are: 



25 
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and the like. Those R 2 are known as a bisdiaminophenyl compound 
raised in JP-B-2-59177 and JP-A-8-120146. 

Though R 2 may be bonded to any positions of the both right 
and left benzene rings, it is preferable that either of NH 2 group or R 1 is so 
5 bonded as to be at a para position from the viewpoint of easy synthesis 
and advancing a crosslinking reaction easily. 

Non-restricted examples of the crosslinking agent are, for 
instance, bisdiaminophenyl compound (for imidazole crosslinking) such 
as 2,2-bis-(3,4-diaminophenyl)hexafluoropropane, bis-(3,4- 

10 diaminophenyl)methane and bis-(3,4-diaminophenyl)ether; 

bisaminophenol compounds (for oxazole crosslinking) such as 2,2-bis- 
(3-amino-4-hydroxyphenyl)hexafluoropropane (generally called 
bis(aminophenol) AF) ; 

bisaminothiophenol compound (for thiazole crosslinking) such as 2,2- 
15 bis-(3-amino-4-mercaptophenyl)hexafluoropropane; 
and the like. 

Those crosslinking agents give molded articles being excellent 
in mechanical strength, heat resistance and chemical resistance, 
particularly having well-balanced heat resistance and chemical 
20 resistance. 

Examples of the preferred silicone elastomer are, for instance, 
a silicone rubber, fluoro silicone rubber, and the like. 

The elastomer composition can be crosslinked into products 
having desired forms. As a crosslinking method, though the above- 
25 mentioned crosslinking with a peroxide, imidazole, oxazole or thiazole 
crosslinking agent is preferable, other known crosslinking methods, for 
example, methods of crosslinking with a triazine, polyol and polyamine 
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crosslinking agents, methods of crosslinking by irradiating radioactive 
rays and electron beams, and the like may be employed. 

The crosslinking agent is added in an amount of from 0.05 to 
10 parts (part by weight, hereinafter the same), preferably from 0.1 to 
5 2.0 parts on the basis of 100 parts of the elastomer component and if 
necessary, the crosslinking accelerator is added in an amount of from 
0.1 to 10 parts, preferably from 0.3 to 5.0 parts on the basis of 100 parts 
of the elastomer component. In addition, a processing aid, internal 
mold releasing agent, and the like may be added in an amount not 
10 lowering effect of the present invention. 

The crosslinkable elastomer composition of the present 
invention can be suitably used for production of a molded article for 
semiconductor manufacturing equipment, particularly a sealing 
member for sealing of semiconductor manufacturing equipment which is 
15 particularly required to be highly clean. Examples of the sealing 
member are O-ring, square ring, gasket, packing, oil seal, bearing seal, 
lip type seal, and the like. 

In addition, the crosslinkable elastomer composition can be 
used for a variety of elastomer products, for example, diaphragm, tube, 
20 hose, various rubber rolls, and the like. Also the composition can be 
used as a coating material and a lining material. 

The molded article of the present invention is suitable for a 
sealing member for sealing of a semiconductor manufacturing 
equipment used in a dry process such as a plasma etching equipment 
25 mentioned hereinafter and also a sealing member for sealing of a 
semiconductor manufacturing equipment used in a wet process such as 
a cleaning equipment since elution of metals can be reduced. 



With respect to the molded article suitable for dry process, an 
impurity metal content measured by an ashing analysis method is not 
more than 100 ppm, preferably not more than 50 ppm, and an 
increasing rate of particles generated by irradiating oxygen plasma is not 
more than 1,000 %, preferably not more than 500 %, more preferably not 
more than 200 %. It is preferable that the number of particles 
increased by irradiating oxygen plasma is not more than 50 x 10 4 / cm 2 . 

With respect to the molded article suitable for wet process, an 
amount of impurity metals extracted with H 2 S0 4 /H 2 0 2 (4/1 in weight 
ratio) is such that a total amount of Fe and Na does not exceed 8 ppb and 
that an amount of impurity metals other than silicon which is extracted 
with a 50 % aqueous solution of HF is not more than 200 ppb, preferably 
not more than 100 ppb. 

In the present invention, the semiconductor manufacturing 
equipment is not limited to equipment for manufacturing 
semiconductors and encompasses whole manufacturing equipment 
used in the field of semiconductors where a high degree of cleanliness is 
required, such as equipment for manufacturing a liquid crystal panel 
and plasma panel. 

Examples of the semiconductor manufacturing equipment are 

as follows. 

(1) Etching system 

Dry etching equipment (for dry process) 

Plasma etching machine (for dry process) 
Reactive ion etching machine (for dry process) 
Reactive ion beam etching machine (for dry process) 
Sputter etching machine (for dry process) 
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Ion beam etching machine (for dry process) 
Wet etching equipment (for wet process) 
Ashing equipment (for dry process) 
(2) Cleaning system 
5 Dry etching cleaning equipment (for dry process) 

UV/0 3 cleaning machine (for dry process) 
Ion beam cleaning machine (for dry process) 
Laser beam cleaning machine (for dry process) 
Plasma cleaning machine (for dry process) 
10 Gas etching cleaning machine (for dry process) 

Extractive cleaning equipment 

Soxhlet extractive cleaning machine (for wet process) 

High temperature high pressure extractive cleaning machine 

(for wet process) 

15 Microwave extractive cleaning machine (for wet process) 

Supercritical extractive cleaning machine (for wet process) 
(3) Exposing system 

Stepper (for wet process) 
Coater and developer (for wet process) 
20 (4) Polishing system 

CMP equipment (for wet process) 
(5) Film forming system 

CVD equipment (for dry process) 
Sputtering equipment (for dry process) 
25 (6) Diffusion and ion implantation system 

Oxidation and diffusion equipment (for dry process) 
Ion implantation equipment (for dry process) 



(7) Cleaning system using hydrofluoric acid, hydrochloric acid, sulfuric 
acid, aqueous ozone, and the like (for wet process) 

The present invention is then explained by means of examples, 
but is not limited to them. 

Contents of impurity metals in the silicon oxide fillers which 
were used in the following examples and comparative examples are 
shown in Table 1 . 

(Contents of impurity metals in filler) 

0. 1 Gram of a silicon oxide filler is put in a platinum crucible, 
and after diffused and dissolved in 5 ml of 50 % hydrofluoric acid in a hot 
bath, is diluted with ultrapure water. Contents of metals of that 
solution were determined through atomic absorption analysis by using 
an atomic absorption photometer (Z8000 available from Hitachi, Ltd.). 
Metals intended to detect were metals shown in Table 1. Contents of 
each metal in the filler were determined by the following equation. 



Concentration in 
solution (ppm) „ r . , , f 

Metal content = ^ ' x Weight of 

(ppm) Weight of filler (g) X solution (g) 



EXAMPLE 1 

A 6-liter stainless steel autoclave provided with no ignition 
source was charged with 2 liters of pure water, 20 g of C 7 F 15 COONH 4 as 
an emulsifying agent and 0.18 g of disodium hydrogen phosphate- 12H 2 0 
as a pH regulator. After the inside of the system was replaced with 
nitrogen gas sufficiently for deaeration, the autoclave was heated to 50°C 
with stirring at 600 rpm, and a mixed gas of tetrafluoroethylene (TFE) 
and perfluoro(methyl vinyl ether) (PMVE) (TFE /PMVE=2 0/80 in mole 
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ratio) was fed so that the inside pressure became 1.18 MPa-G. Then 2 
ml of an aqueous solution containing ammonium persulfate (APS) in a 
concentration of 186 mg/ml was fed with pressurized nitrogen to initiate 
a reaction. 

5 With advance of the polymerization, at the time when the 

inside pressure lowered to 1.08 MPa-G, 4.0 g of di-iodine compound 
I(CF 2 ) 4 I was fed with pressurized nitrogen. Then a mixture gas of TFE 
and PMVE (mole ratio of 19/23) was fed under pressure by a plunger 
pump. After that, increasing and decreasing of the pressure were 

10 repeated between 1.08 MPa-G and 1.18 MPa-G. 

At the time when a total feeding amount of TFE and PMVE 
reached 430 g, 511 g and 596 g, respectively, 1.5 g of 
ICH 2 CF 2 CF 2 OCF=CF 2 was fed under pressure. Also every 12 hours 
after the initiation of the polymerization reaction, 2 ml of an aqueous 

15 solution containing ammonium persulfate (APS) in a concentration of 35 
mg/ml was fed with pressurized nitrogen to continue the polymerization 
reaction. The polymerization was terminated 35 hours after the 
initiation of the reaction. 

The obtained aqueous emulsion was frozen in dry 

20 ice /methanol to be coagulated, and then after thawing, a precipitated 
product was washed with water and vacuum-dried to give an 
elastomeric copolymer. A Mooney viscosity ML 1+10 (100°C) of the 
copolymer was 63. 

As a result of 19 F-NMR analysis, monomer units of the 

25 copolymer were TFE/PMVE=59.2/40.8 in % by mole, and an iodine 
content obtained by elementary analysis was 0.03 % by weight. 

An elastomer composition of the present invention was 



prepared by kneading 10 g of 1-FX (High purity synthetic quartz 
spheroidal silica available from Kabushiki Kaisha Tatsumori, average 
particle size: 0.38jAm), 0.5 g of 2,5-dimethyl-di(t-butylperoxy)hexane 
(Perhexa 2.5B available from NOF Corporation) and 2.0 g of 
triallylisocyanurate (TAIC) (available from Nippon Kasei Kabushiki 
Kaisha) with 100 g of the obtained tetrafluoroethylene/perfluoro(alkyl 
vinyl ether) copolymer elastomer. The composition was crosslinked 
with a hot press (primary crosslinking) by compression-molding at 
160°C for 10 minutes, and then crosslinked in an oven (secondary 
crosslinking) at 180°C for four hours to give an O-ring (AS-568A-2 14). 

The obtained O-ring was cleaned with sufficiently much 
amount of H2SO4/H2O2 (4/1 in weight ratio) mixture solution at 100°C 
for 30 minutes with stirring and after rinsing with pure water, was dried 
under clean environment to give a sample O-ring. 

With respect to the obtained O-ring, the number of particles 
was measured by the method mentioned below. 
(Number of particles) 

The sample was cleaned with a supersonic wave in ultrapure 
water at 25°C for one hour, and then the number of particles having a 
particle size of not less than 0.2 \xm was measured by a fine particle 
meter method (a method of emitting light to ultrapure water containing 
particles which was flowed into a sensor part and then electrically 
measuring amounts of transmitted light and scattered light with a 
submerged particle counter (available from Kabushiki Kaisha Rion)). 



Total amount of 
ultrapure water (ml) 

Amount of pure water 
sampled in particle counter^ 



f Number of 

particles per 
l^one O-ring 



Number of 
particles released 
from O-ring 

(/ cm2 ) Surface area per one O-ring (AS-568A-214) (/cm 2 ) 

Subsequently plasma resistance test of the above-mentioned 
O-ring after washing was carried out by the method mentioned below to 
measure the number of particles after plasma irradiation to the O-ring. 
The results are shown in Table 2 together with an increasing rate of 
particles and a change in weight after the plasma irradiation. 
(Plasma resistance test) 

Plasma was generated under the conditions of a vacuum 
pressure of 50 mTorr, an oxygen flow of 200 cc/min, electric power of 
400 W and a frequency of 13.56 MHz by using Plasma Dry Cleaner Model 
PX-1000 available from Kabushiki Kaisha Samco International 
Kenkyusho, and the generated plasma was irradiated to a sample (O- 
ring) under the reactive ion etching (RIE) conditions for three hours. 

Then amount of impurity metals extracted from the obtained 
O-ring was determined by the method mentioned below. The results 
are shown in Table 3 (extraction in H 2 S0 4 /H 2 0 2 (4/1 in weight ratio)) 
and Table 4 (extraction in 50 % HF) . 
(Metal extraction test) 

(1) A vessel (with a lid) made of tetrafluoroethylene/perfluoro(alkyl vinyl 
ether) copolymer (so-called PFA) and sufficiently cleaned previously is 
charged with a given amount of chemical solution for extraction. 

(2) The chemical solutions to be used are H 2 S0 4 /H 2 0 2 (4/1) mixture and 
a 50 % aqueous solution of HF. Both chemical solutions to be used are 
those having a grade for use in production of semiconductors. 
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(3) The obtained O-ring is cleaned with sufficiently much amount of 
H 2 S0 4 /H 2 0 2 (4/1 in weight ratio) mixture solution at 100°C for 30 
minutes with stirring and after rinsing with pure water, is dried under 
clean environment to give a sample O-ring. The sample O-rings are 
dipped in the respective chemical solutions and after sealing, both 
solutions are kept at a given temperature for a given period of time (at 
25°C for 14 days in case of H 2 S0 4 /H 2 0 2 (4/1) mixture and 25°C for 24 
hours in case of a 50 % aqueous solution of HF). In that case, 
extraction of metals is compared with control solutions stored without 
dipping the samples therein. 

(4) After storing the solutions for the above-mentioned period of time, 
concentrations of metals in the solutions were measured with ICP-MS 
(SPQ9000 available from Seiko Denshi Kabushiki Kaisha) in case of 
H 2 S0 4 /H 2 0 2 (4/1) mixture and with an atomic absorption photometer 
(Z-8000 available from Hitachi, Ltd.) in case of a 50 % aqueous solution 
of HF. 

(5) Amounts of metals extracted from the O-ring were calculated by the 
following equation. 



fMetal concentration] fMetal concentration! 

Amount of l in chemical solution) |Jn control solution J Weight of 

extracted = \PP_l [PP_J x chemical 

metal (ppb) Weight of O-ring (g) solution (g) 



Further with respect to the obtained O-ring, contents of 
impurity metals were determined by the method mentioned below. The 
results are shown in Table 5. 
(Contents of impurity metals) 

0.5 To 2.0 grams of sample O-ring is put in a clean platinum 
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crucible, and heated at 600°C for two hours to be sufficiently ashed. 
Then 5 ml of 5 % by weight of hydrofluoric acid is added to the ash 
remaining in the crucible and heated and dissolved in a hot bath, 
followed by diluting with ultrapure water. Contents of metals of that 
5 solution were determined through atomic absorption analysis by using 
an atomic absorption photometer (Z8000 available from Hitachi, Ltd.). 
Metals intended to detect were metals shown in Table 1. Contents of 
each metal in the O-ring were determined by the following equation. 

10 Concentration in 

* i * * solution (ppm) ATr . 

Metal content = ' Weight of 

(PP m ) Weight of O-ring (g) * solution (g) 

COMPARATIVE EXAMPLE 1 
An elastomer composition for comparison was prepared in the 
15 same manner as in Example 1 except that 10 g of high grade titanium 
oxide filler (TM-1 available from Fuji Titanium Industry Co., Ltd.) was 
used as a metal oxide filler instead of 1-FX. The composition was 
crosslinked in the same manner as in Example 1 to give an O-ring. 

The number of particles before and after oxygen plasma 
20 resistance test of the O-ring was determined. The results are shown in 
Table 2. 

COMPARATIVE EXAMPLE 2 
An elastomer composition for comparison was prepared in the 
25 same manner as in Example 1 except that a mixture of 5 g of high grade 
titanium oxide filler (TM-1 available from Fuji Titanium Industry Co., 
Ltd.) and 5 g of 1-FX was used as a metal oxide filler instead of 1-FX. 



The composition was crosslinked in the same manner as in Example 1 to 
give an O-ring. 

The number of particles before and after oxygen plasma 
resistance test of the O-ring was determined. The results are shown in 
Table 2. 

COMPARATIVE EXAMPLE 3 
An elastomer composition for comparison was prepared in the 
same manner as in Example 1 except that 1 0 g of white carbon filler by 
wet process (CARPLEX #1120 available from Shionogi Seiyaku 
Kabushiki Kaisha) was used as a metal oxide filler instead of 1-FX. The 
composition was crosslinked in the same manner as in Example 1 to give 
an O-ring. 

Amounts of extracted impurity metals of the O-ring were 
measured in the same manner as in Example 1 . The results are shown 
in Table 3 (extraction in H 2 S0 4 /H 2 0 2 (4/1)) and Table 4 (extraction in 
50 % HF). 

Further impurity metal contents of the obtained O-ring were 
determined in the same manner as in the above-mentioned method of 
O-ring. The results are shown in Table 5. 

EXAMPLE 2 

A 3-liter stainless steel autoclave provided with no ignition 
source was charged with 1 liter of pure water, 10 g of: 

CF 3 CF 3 
C 3 F 7 OCFCF 2 OCFCOONH 4 
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as an emulsifying agent and 0.09 g of disodium hydrogen 
phosphate- 1 2 H a O as a pH regulator. After the inside of the system was 
replaced with nitrogen gas sufficiently for deaeration, the autoclave was 
heated to 50°C with stirring at 600 rpm, and a mixed gas of 
5 tetrafluoroethylene (TFE) and perfluoro (methyl vinyl ether) (PMVE) 
(TFE/PMVE=25/75 in mole ratio) was fed so that the inside pressure 
became 0.78 MPa-G. Then 10 ml of an aqueous solution containing 
ammonium persulfate (APS) in a concentration of 527 mg/ml was fed 
with pressurized nitrogen to initiate a reaction. 

10 With advance of the polymerization, at the time when the 

inside pressure lowered to 0.69 MPa-G, 1.89 g of 
CF 2 =CFOCF 2 CF(CF 3 )OCF 2 CF 2 COOH (CBVE) was fed with pressurized 
nitrogen. Then 4.7 g of TFE and 5.3 g of PMVE were fed with their 
self-pressures. After that, with the advance of the reaction, TFE and 

15 PMVE were fed under pressure in the same manner, and increasing and 
decreasing of the pressure were repeated between 0.78 MPa-G and 0.69 
MPa-G. At the time when a total feeding amount of TFE and PMVE 
reached 80 g 4.2 hours after the initiation of the polymerization reaction, 
the autoclave was cooled and an un-reacted monomer was released to 

20 give 1,089 g of an aqueous dispersion having a solid content of 7.5 % by 
weight. 

Then 1,000 g of the aqueous dispersion was diluted with 
3,000 g of water and slowly added to 2,800 g of aqueous solution of 3.5 % 
by weight of hydrochloric acid with stirring. After the addition, the 
25 solution was stirred for five minutes and a precipitated product was 
filtrated. The obtained polymer was further added to 800 g of HCFC- 
141b, stirred for five minutes and then filtrated again. After that, the 
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steps of washing with HCFC-141b and filtrating were repeated four times, 
followed by vacuum- drying at 120°C for 72 hours to give an elastomeric 
copolymer. 

As a result of 19 F-NMR analysis, monomer units of the 
5 copolymer were TFE/PMVE/CBVE=59. 6/39.9/0. 5 in % by mole. 

An elastomer composition of the present invention was 
prepared by kneading 10 g of 1-FX (high purity synthetic quartz 
spheroidal silica) and 2.0 g of 2,2-bis(3,4- 
diaminophenyl)hexafluoropropane with 100 g of the obtained 
10 tetrafluoroethylene/perfluoro(alkyl vinyl ether) copolymer elastomer. 
The composition was crosslinked with a hot press (primary crosslinking) 
by compression-molding at 200°C for 30 minutes, followed by 
crosslinking in an oven (secondary crosslinking) at 204°C for 18 hours 
and then at 288°C for 18 hours to give an O-ring (AS-568A-214). 
15 With respect to the obtained O-ring, the number of particles 

before and after the oxygen plasma resistance test was determined in the 
same manner as in Example 1. The results are shown in Table 2. 
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Content (ppm) 



Impurity 
metal 


High purity synthetic 
quartz spheroidal 
silica 

LliX.. L dllU Z, 


White carbon 
by wet process 


Detection limit 
(ppm) 


Na 


2 


27000 


0.002 




0 4 


800 


0.03 


Ca 


2 


100 


0.03 


Fe 


1 


2 


0.04 


Ni 


0.1 


9 


0.05 


Cu 


1 


1 


0.01 


Cr 


0.2 


1 


0.01 


Mg 


2 


3 


0.005 


Total 


8.7 


27916 





TABLE 2 





Ex. 1 


Ex. 2 


Com. 
Ex. 1 


Com. 
Ex. 2 


Number of particles (x 10 4 /cm 2 ) 










Before plasma irradiation (A) 


0.9 


0.9 


0.9 


0.9 


After plasma irradiation (B) 


2.3 


2.1 


17.8 


17.3 


Number of increased particles (C=B-A) 


1.4 


1.2 


16.9 


16.4 


Increasing rate (C/A x 100) (%) 


156 


133 


1878 


1822 



TABLE 3 



Extracted amount (ppb) 



Impurity 
metal 


Ex. 1 

(High purity synthetic 
quartz spheroidal silica) 


Com. Ex. 3 
(White carbon 
by wet process) 


Detection limit 
(ppb) 


Fe 


ND 


10 


5 


Ni 


ND 


ND 


3 


Cu 


ND 


ND 


1 


Na 


ND 


9 


3 


K 


ND 


ND 


4 


Ca 


ND 


ND 


1 


Mg 


ND 


ND 


1 


Zn 


ND 


ND 


1 


Total 


ND 


19 




TABLE 4 




Extracted amount (ppb) 




Impurity 
metal 


Ex. 1 

(High purity synthetic 
quartz spheroidal silica) 


Com. Ex. 3 
(White carbon 
by wet process) 


Detection limit 
(ppb) 


Fe 


10 


80 


1 


Ni 


ND 


20 


3 


Cu 


ND 


1 


1 


Na 


5 


1000 


0.5 


K 


3 


40 


0.5 


Ca 


5 


20 


1 


Mg 


20 


30 


0.4 


Zn 


20 


50 


1 


Total 


63 


1241 





TABLE 5 



Content (ppm) 



Impurity 
metal 


Ex. 1 

(High purity synthetic 
quartz spheroidal silica) 


Com. Ex. 3 
(White carbon 
by wet process) 


Detection limit 
(ppm) 


Na 


1 


300 


0.002 


K 


3 


30 


0.009 


Ca 


0.7 




0.006 


Mg 


0.3 


20 


0.002 


Fe 


0.7 


30 


0.004 


Ni 


0.1 


1 


0.005 


Cu 


0.4 


6 


0.002 


Cr 


2 


2 


0.003 


Total 


8.2 


409 





INDUSTRIAL APPLICABILITY 
The metal oxide filler mainly comprising a silicon oxide of the 
present invention can give an elastomer molded article which is very 
clean and excellent in plasma resistance, has an excellent property of 
metal-elution inhibition and is used suitably as a material for molded 
article for a semiconductor manufacturing equipment. 
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CLAIMS 

1. (Amended) A crosslinkable elastomer composition which 
comprises a crosslinkable elastomer component and a metal oxide filler 
containing a silicon oxide filler in an amount of not less than 60 % by 
weight; said silicon oxide filler has a content of impurity metals other than 
silicon of not more than 100 ppm which is measured under the following 
conditions: 

The silicon oxide filler is dispersed and dissolved in 50 % hydrofluoric acid 
and is diluted with ultrapure water. Contents of metals of the solution are 
determined through atomic absorption analysis by using an atomic 
absorption photometer. 

2. The crosslinkable elastomer composition of Claim 1, 
wherein said metal oxide filler consists of the silicon oxide filler. 

3. The crosslinkable elastomer composition of Claim 1 or 2, 
wherein said silicon oxide filler has quartz crystal structure. 

4. The crosslinkable elastomer composition of any of Claims 1 
to 3, wherein said silicon oxide filler is blended in an amount of from 1 to 
150 parts by weight on the basis of 100 parts by weight of the elastomer 
component. 

5. The crosslinkable elastomer composition of any of Claims 1 
to 4, which contains a crosslinking agent and said silicon oxide filler in 
amounts of 0.05 to 10 parts by weight and 1 to 150 parts by weight, 
respectively on the basis of 100 parts by weight of the elastomer 
component. 

6. (Amended) The crosslinkable elastomer composition of any 
of Claims 1 to 5, wherein the elastomer component is a fluorine-containing 
elastomer. 
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7. The crosslinkable elastomer composition of Claim 6, 
wherein the elastomer component is a fluorine- containing elastomer 
capable of being crosslinked with a peroxide crosshnking agent. 

8. The crosslinkable elastomer composition of Claim 6, 
wherein the elastomer component is a fluorine-containing elastomer 
capable of being crosslinked with an imidazole, oxazole, thiazole or 
triazine crosslinking agent. 

9. The crosslinkable elastomer composition of Claim 6 or 7, 
wherein the crosshnking agent is an organic peroxide. 

10. The crosslinkable elastomer composition of Claim 6 or 8, 
wherein the crosshnking agent is a compound having at least two 
functional groups represented by the formula (I): 




wherein R 1 is any one of OH, NH2 or SH. 

11. A molded article obtained by crosshnking the elastomer 
composition of any of Claims 1 to 10. 
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12. The molded article of Claim 1 1 , wherein an increasing rate 
of particles generated by irradiating oxygen plasma to the article is not 
more than 1,000 %. 

5 13. The molded article of Claim 11, wherein an amount of 

impurity metals other than silicon which are extracted with a 50 % 
aqueous solution of HF is not more than 200 ppb. 

14. The molded article of Claim 11, which contains impurity 
10 metals other than silicon in an amount of not more than 100 ppm. 

15. The molded article of any of Claims 1 1 to 14, wherein the 
article is used for a semiconductor manufacturing equipment. 

15 16. The molded article of Claim 15, wherein the article is a 

sealing member used for sealing of a semiconductor manufacturing 
equipment. 

17. The molded article of Claim 13, wherein the article is a 
20 sealing member used for sealing of a semiconductor manufacturing 

equipment for wet process. 

18. The molded article of Claim 17, wherein the article is a 
sealing member used for sealing of a semiconductor manufacturing 

25 equipment for a process with ultrapure water. 
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ABSTRACT 

To provide a very clean elastomer molded article excellent in 
plasma resistance, having excellent property of metal-elution inhibition 
5 and is used suitably as a material for molded article for a semiconductor 
or liquid crystal manufacturing equipment. The molded article is 
obtained by crosslinking a crosslinkable elastomer composition 
comprising an elastomer component and a metal oxide filler comprising 
a silicon oxide filler containing impurity metals other than silicon in an 
3 10 amount of not more than 100 ppm. The molded article has an impurity 
m metal content of not more than 100 ppm, and an increasing rate of 

particles generated by irradiating oxygen plasma to the article is not 
Q more than 1,000 % or an amount of impurity metals other than silicon 

q which is extracted with a 50 % aqueous solution of HF is not more than 

Q 15 200 ppb. 
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statements may jeopardize the 
validity of the application or 
any patent issued thereon. 



13 3*fftt* Tieife^#i:^ POWER OF ATTORNEY : As a named 

"S £lT<OftI!A*C£U:SSff inventor. I hereby appoint the 

hi L > * M <n & m i M \l T * - £ following attorneys to 

m M 0 s tc C tl C 51 "f * — $J <V \l & prosecute this application and 

■ n £ ft ft fit * ff Kl # b T It -5 C t transact all business in the 

* "** * o Patent and Trademark Office 

p; connected therewith. 

^Vhereby appoint John H. Mion, Reg. No . 18,879; D onald E. Zinn, Reg. No. 19, 046; Th omas J. Macpeak, Reg. No. 19,292; R obert 
ii Seas, Jr., Reg. No. 21,092; Darryl Mexic, Reg. No. 23,063; R obert V. Sloan, Reg. No. 22.775: Peter D. Olexy, Reg. No. 
f2f,5l3j_ J. Frank Osha~ Reg. No. 24,625; Waddell A. Biggart, Reg. No^J4J6lLBobert G. McMorrow, Reg. No .Jj^O^; Louis 
' ffjubinsky, Reg. No. 24.835; Ne il B. Siegel, Reg. No. 25,200j J3avid J. Cushing, Reg. No. 28,703; John R. Inge, Reg. No~2LliJi; 
Sfeseph J. Ruch, Jr., Reg. No. 2 6,577; Sh eldon I. LandsminTReg. No. Zl^^JOj^gichard C. Turner, Reg. No. 29,710; H oward L. 
lemstein, Reg. No. 21^65^ Alan J. Kasper, Reg. No. 25,426; Kenneth J. Burchfiel, Reg. No. 31,333; Go rdon Kit, Reg. No. 
r 30,764; Susan J. Mack, Reg. No. 30,951; Frank L. BernstemTReg. No. 31JMlM^ Boland, Reg. No.^ 2,197; W illiam H. 
"TvfandlrTReg. No. 32,156; Scott M. DanielF, Reg. No. 32,562; Brian W. Hannon, Reg. No. 32,778;_A braham J. Rosner, Reg. No. 
3j J 27jS^BFuce E. KramerTRegT No. 33,775; Paul F. Neils, Reg. No. 33.102: a nd Brett S. Sylvester, Reg. N o. 32,765 „ my attorneys 
to prosecute this application and to transact all business in the Patent and Trademark Office connected therewith, and request that all 
correspondence about the application be addressed to STIGifRin^^ MACPEAK & SEAS^ 

2100 Pennsylvania Avenue, N.W., Washington, D.C. 20037-3202. 



\A>Full name of sole or first inventor 

\ ft - * * - <n a M * <T) f£ g < Q-?3> - ) _ Hirovuki TANAKA _ 

Inventor's signature . . Date 

N 3 m # <0 m « J/rroykkt T^k^ a M June 27, 2001 

Residence / Citizenship 

£ Tf\ Settsu-shi. OSAKA 566-8585 JAPA N 3 if Japanese 

Post office address ~~5p(I) , n 

m « <D n % c/o Yodogawa-^eisaijusho, DAIKIN INDUSTRIES , LTD., 1-1 , 

Nishihitotsuya, Settsu-shi, OSAKA 566-8585 JAPAN 



- 3 - 



Full naie of second joint inventor (if any) 

|g 2 <0#:rafS93#<0£££(gi^-r3*S-£) (n-?3>*) _ Masanori HASEGAH&-- 
Second Inventor's signature Date 

m&23zmm<n%% <L*»^jJi^ r ^ - a n J^e 27, 2001 

Residence " ^ Citizenship 

g fff Settsu-shi ,,JDSAKA 566-8585 JAPA N S j$ Japanese 

Post office address TI^-— 

JB-0g <D $g jfc c/o Yodogawa-seisakusho, DAIKIN INDUSTRIES/ LTD., 1-1, 

Nishihitotsuya, Settsu-shi, OSAKA 566-8585 JAPAN 

Full name of third joint inventor (if any) 
^3tf)SSHi!!twK«(iSt fn~?3>-") Tsvtvpshi noguchi 

Third Inventor's signature ^ # . [fate 

i^3%lf Ol^ tly^' ^^-^ B June 27, 2001 
Residence /C it izensh ip 

£ #T Settsu-shi, OSAKA-&6-6-8585 JAPA N B It Japanese 

Post office address *~ >iw *~ 



SB fi5 95 5fc c/o Yodogawa-selsakusho, DAIKIN INDUSTRIES, LTD., 1-1, 

Nishihitotsuya, Settsu-shi, OSAKA 566-8585 JAPAN 

Full na»e of fourth joint inventor (if any). 

H4(0 ft m IS 9! # « Be £ % "T * » Katsuhiko HIGASHINO 

Fourth Inventor's signature , Date" ~ 

Wfll'4%g!#-<OgtS hdZulX* ttLuuJU** B June 27, 2001 

Residence ^ C i t i zensh i p 

g Settsu-shi, OSAKA-566-8585 JAPA N f§ It Japanese 

Post office a ddres s ~I3x> V 

fi5 £ 2§ c/o Yodogawa-seisakasho, DAIKIN INDUSTRIES, LTD., 1-1, 

Nishihitotsuya, Settsu-shi, OSAKA 566-8585 JAPAN 

Full naie of fifth joint inventor (if any) 

ms<D &m¥&®% <n (g[M5-r S tl £■) (a-?f*) 

Fifth Inventor's signature Date 

W^5%ilfflS« B ft 

Residence Citizenship 

&m mm 

Post office address 



Full naie of sixth joint inventor (if any) 

meo ft m n m # © & % cm £ -r s a £•) <n-**-) 

Sixth Inventor's signature Date 

mmsmmmnrnz an 

Residence Citizenship 

&m mm 

Post office address 
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